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EBACTIONS OF ANILINE LAKES.

Colouring Matter.
	Carrier.
	Precipitating Agent.
	Shade.
	Solubility of the Lake in
				
				Hot
 Water.
	Alcohol
	Acetic Acid.
	Turpentine.
	

Ponceau for
	Barytes
	Barium
	Bordeaux-
	Fair
	Traces
	Fair
	Tnsol.
	

lakes RZ
	
	chloride
	red
	
	
	
	
	

(Bad.)
	
	
	
	
	
	
	
	

Ponceau for
	Barytes
	Barium
	Bluish
	Some-
	Insol,
	Fair
	Inaol,
	

lakes 3 RN
	
	chloride
	Bordeaux-
	what
	
	
	
	

(Bad.)
	
	
	red
	
	
	
	
	

Brilliant red G for lakes (Bad.)
	Barytes
	Barium chloride
	Fiery ponceau
	Somewhat
	Fair (golden-yellow)
	Fair
	Inaol
	

Brilliant red E for lakes (Bad.)
	Barytes
	Barium chloride
	Bluish carmine
	Somewhat
	Fair (golden-yellow)
	fair
	Irani
	

Fast red AY (Bad.)
	Barytes
	Barium chloride
	Maroon
	Great
	Great (roby-
red)
	Difficult Ibluish red)
	Somewhat
	

Inaol.

Iwaoi

Innol.

Fair   ' x"
